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(54) METHOD FOR PREPARING SYNTHETIC DIOPSIDE 

out at 1260-1390 'C [1] calc.nat.on process is carried 

orderof10hA„ ,. ., n °" eSS,han9S / ' ls a <*«»ed only with a calcination time on the 
of 10 I, As a result, a topside with . speC i fi c surface up to 6.0 m'/g is obtained ,2, 
Nevertheless, this method even with several hours of calcination does no, ma k 
poss.ble to obtain a product with a diopside yield of more than 97% with ca i a ontr n 
hour, the product has a yield of onlv 8n<>/ anH .,. caicmat.on for an 

yield of only 80 / 0 and a spec.f.c surface not exceeding 2.5-4.0 m 2 /g. 



The object of the invention is to increase the yield and the dispersion of the target 
product and to intensify the process for its preparation. 

This object is achieved by the described method for obtaining synthetic diopside by 
calcination of the product, obtained by caustification of alkaline silicic solutions with calcined 
dolomite having an alkali content of 0.5-1 .0% by weight, in terms of sodium oxide, at 900- 
1100°C. 

The distinguishing feature of this method is that the indicated product of the 
caustification of the alkaline silicic solutions with calcined dolomite is used as the starting raw 
material; in this case, the calcination is carried out at the aforementioned temperatures. 

The described caustification product is obtained by hydrothermal treatment at 70-90°C 
for 40-90 min of the calcined dolomite and alkaline silicic solution, obtained during the alkaline 
hydrothermal treatment of silicon-containing rocks, for example, nepheline syenite or perlite, 
with a subsequent washing of the obtained caustification products to an alkali content of 0.5- 
1.0% by weight, based on Na 2 0. 

The proposed method achieves an increase in the yield of the target product, in terms of 
diopside, up to 98% and in its dispersion to 6,0-1 1 .5 m 2 /g with considerable intensification of 
the process resulting from shortening the process to 0.5-1 h. 

Example 1 . 1 0 L of the alkaline silicic solution, containing 80 g/L of Na 2 0 + K 2 0 and 60 
g/L of Si0 2 , is heated in a reactor to 80°C; 500 g of calcined dolomite containing 87% CaO and 
MgO is added; the mixture is mixed for an hour and filtered. The forming precipitate is washed 
with warm water to a content of 0.5% by weight of Na 2 0, and then calcined at 1000°C for an 
hour. 

The obtained product contains 98% diopside and has a specific surface of 10 m 2 /g. The 
distribution by percent of the particles in microns is as follows: 100-40 u, 15%; 40-10 u, 75%; 
10-1 u, 9.0%; and 1 u, 1.0%. 

Example 2 . The precipitate of calcium-magnesium hydrosilicate, obtained as in Example 
1 by caustification of the alkaline silicic solution, is washed to a Na z O content of 1.0% by weight, 
and then calcined at 900°C for an hour. 

A product is obtained with a 98% diopside content and with a specific surface of 
11.5m 2 /g. 

The method for preparing synthetic diopside as taught by the invention is sufficiently 
economical, because it permits a decrease in energy expenditures owing to a decrease in the 
calcination temperature and owing to the calcination productivity. 
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In addition, the increased dispersion and higher diopside content in the target product 
improves its quality and broadens the possibility of its use in various materials. 



Claim 



Method for the preparation of synthetic diopside, comprising the calcination of a calcium- 
magnesium hydrometasilicate, characterized in that to increase the yield and dispersion of the 
target product, and also to intensify the process, the product of the caustification of alkaline 
silicic solutions with calcined dolomite having an alkali content of 0.5-1.0% by weight, in terms 
of sodium oxide, is used as the starting raw material, and calcination is performed at 900- 



1 100°C. 
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